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@ Polymeric film. 

@ A polymeric film, particulaiiy a polyester fam, 
oompriaing an essentially unfiled prinwy layer 
substrate and a filled secondary layer exhibiting 
an improved oombinatton of transparency and 
handling properties. The filer is a mixture of 
glass and silica particles. The glass partk:les 
. have a volume distributed median partide 
diameter of 1.0 to 7.0 ^m and are present in the 
secondary layer at a ooncentratk)n of 50 to 1000 
ppm, whilst tiie silk:a partk:l6s are present in the 
range 200 to 2000 ppm and have an average 
primary partide size of 0.0-1 to O.09 ^m. The f3m 
ie suitable for use in a wide range of appli- 
cations, partioularty for infonmatk)n storage and 
display. 
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This invention relates to a polymeric film, and in 
particular to a composite polymeric film. 

It is known that polymeric films often have poor 
handling properties which may result in difficulties in 
winding the films into high quality reels and inefficient 
passage through processing, for example, slitting, 
equipment. Film handling properties can be improved 
by increasing the surface roughness of the film, suit- 
ably by the use of coatings, or alternatively by incor- 
porating fillers, ie organic or inorganic particles into 
the film. A combination of coatings and fillers may be 
used to improve film handling properties. The problem 
with using coatings to improve film handleability is that 
they limit the range of uses to which the film may be 
applied because of the difficulty in applying additional 
coating layers which may be required, for example, to 
provide antistatic, adhesion promoting or release 
properties. 

A wide range of fillers have been incorporated 
into films to improve handling properties, such as chi- 
na clay, titanium dioxide, calcium carbonate, barium 
sulphate, silica, kaolin, zeeospheres and calcium 
phosphates. However, the presence of these fillers In 
the film results in a depreciation in the optical clarity 
and an increase in the haze, of the film. Combinations 
of fillers have been used, for example of different 
chemical species and/or different particle sizes, in or- 
der to optimise the required film properties. For exanv 
pie, British Patent No GB-1 372811 discloses the use 
of two inert additives in different size ranges, whilst 
United States Patent No US-398061 1 describes a film 
having coarse, medium and fine particles. United 
States Patent No US-4654249 discloses a polymeric 
film comprising a combination of kaolinite and titani- 
um oxide partides of a certain partido size range, 
present at a defined concentration. 

Optical darity and transparency are important cri- 
teria in a wide range of film applications, such as pack- 
aging, metallised fBrns. reprographic filnns and films 
for general industrial use. There is a continuing need 
for filnrw exhibiting high light transmittance, low haze 
and excellent handling properties. One way of reduc- 
ing this problem is to coat a dear base film with-a thin 
layer of material containing a filler, which can act as 
an anti-blocking agent without reducing the overall 
transparency of the composite film to unacceptable 
levels. US Patent No 4.533.509 describes polyester 
fi!n>3 of this type. 

Pdyester film composites comprising a layer of 
transparent honno-polyester and a layer of transpar- 
ent copdyester are described in GB Patent No 
1.465,973. European Patent No 35835 describes a 
similar polyester film composite wherein the fBler in 
the copotyester layer has an average partide size 
greater than the thickness of the layer. The filler par- 
tides protrude through the copolyester layer yielding 
a film with good anti-block properties whilst increasing 
the transparency and heat-seal ability thereof. How- 



ever, the aforementioned properties are only ach- 
ieved at certain copolyester layer thickness/filler par- 
tide size ratios, such that any variatton required in the 
copolyester layer thickness (for example for a differ- 
5 ent commercial application) necessitates a change in 
the filler partide size. This situation can result in a 
range of different fillers being required for different 
plications. 

We have surprisingly overcome or substantially 

10 reduced one or more of the aforementioned problems. 

Accordingly, the present invention provides a 
polymeric film comprising a primary layer substrate of 
polymeric material having on at least one surface 
thereof a secondary layer of polymeric material com- 

15 prising, based upon the weight of the.polymer in the 
secondary layer, (a) 50 to 1 000 ppm of glass partides 
having a volume distributed median particle diameter 
of 1 .0 to 7,0 ^m, and (b) 200 to 2000 ppm of silica par- 
tides having an average primary partide size of 0.01 

20 to 0.09 nm. 

The invention also provides a method ^fprpdud- 
ing a polymeric film comprising fonnning a primary lay- 
er substrate of polymeric material having on at least 
one surface thereof a secondary layer of polymeric 

25 material comprising, based upon the weight of the 
polymer in the secondary layer, (a) 50 to 1000 ppm of 
glass partides having a volume distributed median 
partide diameter of 1 .0 to 7.0 tim. and (b) 200 to 2000 
ppm of silica partides having an average primary par- 

30 tide size of 0.01 to 0.09 urn. 

The polymeric film is a self-supporting film, ie a 
self-supporting structure capable of independent ex- 
istence in the absence of a supporting base. 

The polymeric film primary layer or subsfrate ao- 

35 cording to the invention may be formed from any syn- 
thetic, film-forming polymeric material. Suitable ther- 
moplastics materials include a homopdymer or copo- 
lymer of a 1-olefine, such as ethylene, propyten and 
but-1-ene, a polyamide. a polycarbonate, and, partic- 

40 ulariy, a synthetic linear polyester which may b ob- 
tained by condensing one or more dicarboxylic acids 
or their lower alkyi (up to 6 carbon atoms) diesters, eg 
terephthalic acid, isophthalic add. phthalic acid, 2,5- 
2,6- or 2,7-naphthalanedicarboxylic acid, succinic 

45 add, sebadc ackl. adipic acW, azdaic add, 4,4'-di- 
phenytdicart>oxytic add. hexahydroterephthalic acid 
or 1 .2-bis-p-carboxyphenoxyethane (optionally with a 
monocartwxyiic acid, such as pivalic acid) with orie or 
more glycols, particulariy aliphatk: glycds, eg ethy- 

50 lene glycol. 1.3-propanediol, 1,4-butanediol, neopen- 
tyl glycoi and 1,4.cydohexanedimethanol. A poly- 
ethylene terephthalate fim substrate is particulariy 
preferred, espedally such a film which has been biax- 
taUy ori nted by sequentiai stretching in two mutually 
55 p rpendlculardirectl ns. typicaPy at a temperature in 
the range 70 to . 125', and preferably heat set typically 
at a temperature in the range 1 50 to 250', for example 
as described in British patent 838708. 
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The polymeric film substrate may also comprise 
a polyarylether or thio analogue thereof, particufariy a 
polyaryietherketone. polyarytethersulphone, poiyary- 
letheretherketono, polyaryletherethersulphone, or a 
copolymer or thioanalogue thereof. Examples of 5 
these polymers are disclosed in EP-A-1879. EP-A- 
184458 and US-A-4008203, particularly suitable ma- 
terials being those sold by ICI PLC under the Regis- 
tered Trade Mark STABAR. The substrate may com- 
prise a poly(arylene sulphide), particularly poly-p- io 
phenylene sulphide or copolymers thereof. Blends of 
these polymers may also be employed. 

Suitable thenmoset resin materials include addi- 
tion - polymerisation resins - such as acrylics, vinyls, 
bis-m^leimides a_nd unsaturated polyesters, formal- 15 
dehyde condensate resins - such as condensates 
with urea, melamine or phenols, cyanate resins, func- 
tionalised polyesters, polyamides or polyimides. 

The polymeric film according to the invention may 
be unoriented, or uniaxially oriented, but is preferably 20 
biaxially oriented by drawing in two mutually perpen- 
dicular directions in the plane of the film to achieve a 
satisfactory combination of mechanical and physical 
properties. Simultaneous biaxial orientation may be 
effected by extruding a thenmoplastics. polymeric tube 25 
which is subsequently quenched, reheated and then 
expanded by internal gas pressure to induce trans- 
verse orientation, and withdrawn at a rate which will 
induce longitudinal orientation. Sequential stretching 
may be effected in a stenter process by extruding the 30 
thermoplastics material as a ftat extrudate which is 
subsequently stretched first in one direction and then 
in the other mutually perpendicular direction. Gener- 
ally, it is preferred to stretch firstly in the longitudinal 
direction, ie the forward direction through the film 35 
stretching machine, and then in the transverse direo* 
tion. A stretched film may be, and preferably is, dH 
mensionally stabSised by heat-setting under dimen- 
sional restraint at a temperature above the glass trarv 
sition temperature thereof. ^ 

The secondafy layer of a polymeric film according 
to the invention comprises any one or more of the 
potymeric materials hereinbefore described as being 
suitable for use in fofming the polymeric primary layer 
substrate. In a preferred embodiment of the invention 4S 
the substrate and secondary layer comprise the same 
jpolymeric material, more preferably a polyester, and 
particulaily polyethylene terephthalate. 

In an alternative embodiment of the invention, the 
secondary layer comprises a heat-sealable material so 
which is capable of fbnming a heat-seal bond- to itself 
or to the substrate, or preferably to both, by heating 
to s ften the polymeric heat-sealable material and ap- 
plying pressur without softening or melting , the poly- 
meric material of the substrat layer. A heat-sealable 55 
material suitably comprises a polyester resin, partlc- 
ularty a copolyestar resin derived firom one'or more di- 
basic aromatic cart)oxylic adds, such as terephthalic 



acid, isophthalic acid and hexahydroterephthalic acid, 
and one or more glycols, such as ethylene glycol, di- 
ethylene glycol, triethylene glycol and neopentyl gly- 
col; Typical CO polyesters which provide satisfactory 
heat-sealable properties are those of ethylene tereph- 
thalate and ethylene isophthalata, especially in the 
molar ratios of from 50 to 90 mole % ethylene tereph- 
thalate and correspondingly from 50 to 10 mole % 
ethylene isophthalate. Preferred copolyesters con> 
prise from 65 to 85 mole % ethylene terephthalate and 
from 35 to 15 mole % ethylene isophthalate, and es- 
pecially a copolyester of about 82 mole % ethylene 
terephthalate and about 18 mole % ethylene iso- 
phthalate. 

Formationof the seccndar/ layer on the substrate 
layer may be effected by conventional techniques • for 
example, by casting the polymer onto a preformed 
substrate layer. Conveniently, however, fomnation of 
a composite sheet (substrate and secondary layer) is 
effected by coextrusion, either by simultaneous coex- 
tnjsion of the respective film-fonming layetfi-through 
independent orifices of a multi-orifice die. and ther^ 
after uniting the still molten layers, or, preferably, by 
single-channel coextrusion in which molten streanns 
of the respective polymers are first united within a 
channel leading to a die manifold, and thereafter ex- 
truded together from the die orifice untfer conditions 
of streamline flow without intemiixing thereby to pro- 
duce a composite sheet. A coextruded sheet is 
stretched to effect molecular orientation of the sub- 
strate, and preferably also of the secondary layer. In 
addition, the composite sheet is preferably heat-set 

Secondary layers may be disposed on one or 
both sides of the substrate layer. The film composites 
may have a total thickness in the range 10 to 500 ^m, 
preferably 50 to 175 ^m and the or each secondary 
layer(s) preferably constitute from 1 to 25% of the total 
composite thickness. The secondary layers prefer- 
ably have a thickness of up to 20 ^m, nDore preferably 
from 0.5 to 10 ^im. and especially ftom 0.5 to 5 nm. 

The glass particles suitable for use in the second- 
ary layer of a polymeric film according to the present, 
invention are preferably solid glass beads, preferably 
being of substantially circular cross-section irrespeo^ 
tive of the selected viewing point Desirably, an i^d^ 
vidual glass particle exhibits an aspect ratio d^d^ 
(where di and di, respectively, are the maximum and 
minimum dimensions of the particie) in a range of from 
1 :1 to 1:0.5,.prBferably from 1:1 to 1:0.8, and especial- 
ly from 1:1 to 1:0.9. 

The glass particles for use in the present inven- 
tion are not limited by their chemical composition, but 
the glass partidea preferably comprise crown glass 
and/or borosilteate glass In order to optimise the opt- 
ical darily of the resultant fill d film. The glass partic- 
les may have a relatively smo th r. altematrveiy. an 
etched or chomtoafly treated surface. Etching of the 
surface of ttie glass partides can be suita biy achieved 
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by contacting the particles with nitric acid for a suffi- 
cient period of time to obtain the required degree of 
etching. Chemical treating of the surface of the glass 
particles can involve the adsorption or reaction of suit- 
able complex agents, eg those based on silane chem- 
istry. 

The volume distributed median particle diameter 
(equivalent spherical diameter corresponding to 50% 
of the volume of all the particles, read on the cumula- 
tive distribution curve relating volume % to the diam- 
eter of the particles - often referred to as the "D(v,0.5)'* 
value) of the glass particles incorporated into a poly- 
meric film according to the invention is in a range from 
1 ,0 to 7.0 ^im, preferably 2.0 to 4.5 ^m, and especially 
2.5 to 4.0 urn. The size distribution of the glass par- 
ticles is also an important parameter, for example the 
presence of excessively large partides can result in 
the film exhibiting unsightly 'speckle', ie where the 
presence of individual filler particles in the film can be 
discerned with the naked eye. The presence of an ex- 
cessive number of small particles in the film can result 
in an unacceptable increase in haze. Desirably, there- 
fore, the actual partide size of 99.9% by volume of the 
partides should not exceed 20 ^im, preferably 1 5 ^un. 
and particulariy not exceed 10 ^un. Preferably 90% of 
the glass partides are within the range of the mean 
partide size ± 3.0 ^m, and particulariy ± ZS ^m. 

In order to obtain the advantageous properties of 
the present invention the concentration of glass par- 
ticles present in the secondary layer should be in the 
range 50 to 1000 ppm, preferably 100 to 800 ppm, 
particulariy 1 50 to 600 ppm and especially 200 to 400 
ppm based upon the weight of the polymer in the sec- 
ondary layer. 

The glass partides for use in accordance with the 
invention preferably comprise a non-agglomerating 
additive, the primary partide structure of which re- 
mains inviolate during compounding with the filnv 
forming polymer, and film formation therefrom, where- 
by the discrete partide fonm of the glass Is retained in 
the finished film. 

The Individual or primary silica partides suitable 
for use in the secondary layer of a polymeric Bm ac- 
cording to the present invention are preferably of sub- 
stantially circular cross-sectfen irrespective of the se- 
lected viewing point Desirably, a typical primary silica 
partide exhibits an aspect ratio d^ .dz (where di and d^. 
respectively, are the maximum and minimum dimen- 
sions of the partide) in a range of from 1:1 to 1:0.5, 
and preferably from 1:1 to 1:0.8. 

The average partide size (by which is meant the 
number average partide diameter) of the primary sS- 
ica partides incorporated into a polymeric film accord- 
ing to the invent! n is in a range from 0.01 to 0.09 jim, 
preferably 0.02 to 0.08 ^m. and especially 0.03 to 0.06 
jim. 

In a preferred embodiment of the invention, the 
primary silica partides aggregate to form dusters or 



agglomerates comprising a plurality of primary silica 
partides. The aggregation process of the primary sil- 
ica partides may take place during the actual synthe- 
sis of the silica and/or during the polymer and film 

5 making process. It is prefen-ed that the average par- 
ticle size of the silica agglomerates in the final film 
product is in a range from 0.05 to 0.5 \in), preferably 
0.2 to 0.4 i^m, and especially 0.25 to 0.35 ^m, 

In order to obtain the advantageous prope.rties of 

10 the present invention the concentration of silica par- 
ticles present in the final polymeric film should be in 
the range 200 to 2000 ppm, preferably 800 to 1 600 
ppm. and especially 1000 to 1400 ppm based uoon 
the weight of the polymer in the secondary layer. 

15 The silica partides for use in nims according to 

the invention preferably comprise a type of silica 
known commercially as fumed or pyrogenic silica. 
Fumed silica can be. formed by reacting silicone tet- 
rachloride in an oxygen flame to form single, spherical 

20 particles of silicon dioxide. The aforementioned par- 
tides grow through collision and coalescence to form 
larger, ie primary partides. As the particles cool and 
begin to freeze, but continue to collide, they stick but 
do not coalesce, forming solid aggregates which in 

25 turn continue to collide to form dusters or agglomer- 
ates. The average partide size values for primary sil- 
ica partides given above refer to the average particle 
size of single cooled spherical silica particles. 

The silica partides for use in accordance with the 

30 invention preferably agglomerate further, to a limited 
degree, into larger partides when added to polymeric 
materials or the reactants for their formation. 

Polymeric films according to the invention prefer- 
ably comprise a secondary layer comprising 100 to 

35 800 ppm of glass partides and 800 to 1600 ppm of sil- 
ica partides. and in particular comprise 150 to 600 
ppm of glass particles and 1000 to 1400 ppm of silica 
partides. in addition, the glass partides in the sec- 
ondary layer preferably exhibit a volume distributed 

40 median partide diameter of 2.0 to 4.5 ^m. and the sil- 
ica partides have an average partide size of 0.02 to 
0.08 ^im. partfculariy 2.5 to 4.0 jim for the glass and 
0.03 to 0.06 ^m for the silica partides. 

. The polymeric film of the present invention is de- 

45 sirably optically dear, preferably having a wide angle 
haze, for a 75 jim thick fam. of < 1.5%. frrore preferably 
<1;2%. especially <1.0%, and particulariy <0.8%, be- 
ing measured according to the standard ASTM D 
1005-61. 

50 The secondary layer surface of a polymeric film 
according to the invention preferably exhibits a static 
coefficient of friction of <0.8. preferably <0,6. and par- 
ticulariy <0.5. 

Partide sizes of the glass and stttea partctes may 

55 be measured by electron microscope, coulter counter, 
sedim ntation analysis and static or dynamic light 
scattering. Techniques based on laser light diffraction 
are preferred for determining th partide size of glass 
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particles. The median particle size may be detenmined 
by plotting a cumulative distribution curve represent- 
ing the percentage of particle volume below chosen 
particle sizes and measuring the 50th percentile. 

The glass and silica particles may be added to the 5 
polymeric secondary layer or polymeric secondary 
layer-forming material at any point in the film manu- 
facturing process prior to the extrusion of the polymer. 
For composite films comprising a polyester secondary 
layer, it is preferred to incorporate the glass and silica to 
particles as a glycol dispersion during the esterifica- 
tion reaction stage of the polyester synthesis. 

The layersof a film according to the invention may 
conveniently contain any of the additives convention- 
ally employed in th_e ma nu facture of pol ymeric fil ms . t 5 
Thus, agents such as dyes, pigments, lubricants, anti- 
oxidants, anti-blocking agents, surface active agents, 
slip aids, gloss-Improvers, prod egrad ants, ultra-violet 
light stabilisers, viscosity modifiers and dispersion 
stabilisers may be incorporated in the substrate 20 
and/or secondary layer(s), as appropriate. The addi- 
tives will preferably not increase the wide angle haze 
of the polymeric film up to or above the aforemen- 
tioned values. In particular, it is preferred that the sub- 
strate of a polymeric film according to the invention 25 
contains little or no filler, in order to yield a film of max- 
imum optical properties. However, the substrate may 
contain relatively small quantities of filler material, 
preferably less than 500 ppm, more preferably less 
than 250 ppm, and particulariy less than 125 ppm. for 30 
example due to the normal practice of using reclaimed 
film in the film manufacturing process. 

A polymeric film according to the invention may 
be coated on one or both surfaces with one or more 
additranal coating, ink, lacquer and/or metal layers. 35 
for example to form a laminate or composite which ex- 
hibits improved properties, such as antistatic, adhe- 
sion promotbig or release, compared with the compo- 
nent materials. A preferred antistatic coating layer 
comprises a polychlorohydrin ether of an ethoxylated 40 
hydroxyamine and a polyglycol diamine, particulariy 
of the type disclosed In European Patent No EP- 
190499. 

Prior to the depositton of a coating medium onto 
the substrate and/or secondary layer, the exposed 45 
surface thereof may, if desired, be subjected to a 
chemical or physteal surface-modifying treatment to 
improve the bond between that surface and the sub- 
sequentiy applied coating layer. A preferred treatment 
is corona discharge, which may be effected in air at 50 
atmospheric pressure with conventional equipment 
using a high frequency, high voltage generator, pre- 
ferably having a power output of from 1 to 20 kw at a 
potential of 1 to 100 kv. Discharge is conveniently ac- 
complished by passing the film over a dielectric sup- 55 . 
port roller at the discharge station at a linear speed 
preferably of 1 .0 to 500 m per minute. The discharge 
electrodes may be positioned 0.1 to 10.0 nrvn from the 



moving film surface. Alternatively, the substrate may 
be pretreated with an agent known in the art to have 
a solvent or swelling action on the polymer layer. Ex- 
amples of such agents which are particulariy suitable 
for thB treatment of a polyester film surface include a 
halogenated jphenol dissolved in a common organic 
solvent eg a solution of p-chloro-m-cresoi, 2,4-dt- 
chlorophenol, 2,4,5- or 2,4.6- trichlorophenol or 4- 
chlororesorcinol in acetone or methanol. 

The coating medium may be applied to an already 
oriented film substrate, but application of the coating 
medium is preferably effected before or during the 
stretching operation. 

In particular, it is prefen'ed that the coating me- 
dium should be applied to the film subs t'^te and/or 
secondary layer between the two stages (longitudinal 
and transverse) of a thenno plastics film biaxial 
stretching operation. Such a sequence of stretching 
and coating is especially preferred for the production 
of a coated polymeric film comprising a linear polyest- 
er film substrate and/or polyester secondary layer, 
which is preferably firstly stretched in the longitudinal 
direction over a series of rotating rollers, coated with 
the coating layer, and then stretched transversejy in 
a stenter oven, preferably followed by heat setting. 

Polymeric films according to the invention are 
suitable for use in a wide range of film applications, 
such as packaging, eg carton windows, metallised 
filnra, reprographic films and films for general indus- 
trial use. Polymeric films described herein are partic- 
ularly suitable for.infon7iatk)n storage and display, 
such as nwntage. masking, stencil, overhead projec- 
tion, membrane touch switch, microfilm and printing, 
such as themnal wax transfer printing. Films according 
to the invention may exhibit anti-Newton ring proper- 
ties which is an important advantage in certain repro- 
graphic applications. 

In this specifteation the following test methods 
have been used to determine certain properties of the 
polymeric film: 

The static coefficient of friction of the second- 
ary layer surface of the polymeric film was measured 
against itself by an inclined plane method based on 
ASTM test D 45ia-87. using a Model IPST (Specialist 
Engineering, Welwyn, UK). 

The dynamic coefficient of friction of the second- 
ary layer surface of the polymeric film was measured 
against itself by the procedure of ASTM test 0 1894- 
87. using an Instron Universal Testing Machin (In- 
stron, UK). 

Wide angle haze was determined as the percen- 
tage of transmitted light which deviates ftom the nor- 
mal to the surface of the film by an average amount 
greater than 2.5" of arc during passage through the 
film, essentially according to ASTM test 0 1003-61, 
using a Hazegard XL211 Hazeroeter (BYK Gardner, 
US). 

The handling and winding properties f th film 
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thickness was 75 jirrt, each secondary layer being 
about 4 unn thick. The film was subjected to the test 
methods described above and exhibited the following 
characteristics: 

1) The static coefficient of friction of the second- 
ary layer = 0.46 

2) The dynamic coefficient of friction of the sec- 
ondary layer = 0.36 

3) Haze = 1.3% 

The slit reels produced in the winding test were of ex- 
cellent physical appearance. The slit reels exhibited 
no sign of "telescoping" or "wander**, ie the ends of the 
reels were flat and fully normal to the cylindrical axis 
of the reel. The slit reels also showed no sign of pim- 
ple-like defects either on thssurfacs or insiue of the 
reels. The slit reels also showed no sign of a high 
edge at or around one or both of the slit reel ends. 

Example 2 



were evaluated on a slitting machine. Reels of length 
between 1000 m and 3000 m. and width between 500 
mm and 2000 mm were slit at s peeds between 50 and 
400 metres per minute. The resultant slit reels were 
assessed for their physical appearance. 5 

The invention is illustrated by reference to the ac- 
companying drawings in which : 

Figure 1 is a schematic sectional elevation, not to 
scale, of a polymeric film having a secondary layer ad- 
hered directly to a first surface of a primary layer sub- io 
strate. 

Figure 2 is a similar schematic elevationpf a poly- 
meric film with an additional secondary layer adhered 
to the second surface of the substrate. 

Referring to Figure 1 of the drawings, the Him is 
comprises a polymer substrate layer (1 ) having a sec- 
ondary layer (2) bonded to one surface (3) thereof. 

The film of Figure 2 further comprises an addition- 
al secondary layer (4), bonded to the second surface 
(5) of the substrate (1).* 20 

The invention is further illustrated by reference to 
the following Examples. 



Example 1 

Film composites comprising unfilled polyethylene 
terephthalate as the primary layer substrate and two 
secondary layers comprising polyethylene terephtha- 
late containing approximately 300 ppm of glass beads 
having a volume median distributed diameter of 2.7 
\xm (Spheriglass E250P4CU supplied by Potters In- 
dustries Inc., USA), measured using a Malvern Instnj- 
ments Mastersizer MS 15 Particle Sizer after dispers- 
ing the glass beads In a high shear (ChemcoU) mixer, 
and approximately 1200 ppm of silica partides having 
an average primary partlde size of 0.04 ^m (Aerosil 
0X50, supplied by Degussa) were produced by a 
process of single channel coextrusion wherein 
slreanrts of unfiled and fBled poiyethyiene terephtha- 
late supplied by separate extruders were united In a 
tube leading to the manifold of an extrusion die and 
were extruded simultaneously through the die under 
conditions of streamline flow and without intermixing. 
The fam composite emerging from the extrxjsion die 
was quenched Immediately upon a water-cooled ro- 
tating metal drum having a polished surface and 
stretched to 3.3 times its original dimension in the di- 
rection of extruston at a temperature of about 85*'C. 
The longitudinally stretched film was then stretched 
transversely in a stenter oven to 3.5 times its original 
dimension at a temperature of about 120**C. The film 
composite was finaDy heat set under dimensional re- 
straint in a stenter oven at a temperature of about 
225'C. 

The resulting film composite consisted of a blax- 
iaily oriented and heat-set unfilled polyethylene ter- 
ephthalate primary layer substrat and two filed pibly- 
ethylen terephthalate secondary layers. Final film 



This is a comparative example not according to 
the invention. The procedure of Example 1 was re- 
peated except that each of the two secondary layers 
contained 1550 ppm of china clay of median particle 
25 size 0.8 ^lm. The film was subjected to the test meth- 
ods described above.and exhibited the following char- 
acteristics: 

1) The static coefficient of friction of the second- 
ary layer = 0.37 
30 2) The dynamic coefficient of friction of the sec- 

ondary layer = 0.40 
3) Haze = 3.7% 
The slit reels produced in the winding test were also 
of excellent physical appearance with no sign of 'tei- 
35 escoping* or "wander*, pimple-like defects or a high 
edge at the ends of a slit reel. However, these winding 
properties could only be achieved with film having an 
unacceptable haze value of 3.7%. 

40 Example 3 

This is a comparath/e example not according to 
the invention. The procedure of Example 1 was re- 
peated except that each of the two secondary layers 
45 contained 800 ppm of sOica partides and no glass 
beads. The film was subjected to the test methods de- 
scribed above and exhibited acceptable haze but un- 
acceptable handling properties having a static coeffi- 
cient of friction value greater than 1.1. 

50 

Example 4 

This is a comparatwe example not according to 
th inv ntion* Th procedure of Example 1 was re- 
55 peated except that each of the two secondary layers 
contained 300 ppm of glass beads and 1 00 ppm of sil- 
ica partlde^. Th f9m was subjected t the test meth- 
ods described above and xhibited acceptable haze 
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but unacceptable handling properties having a static 
coefficient of friction value greater than 1.1. 

Example 5 

This is a comparatrve example not according to 
the example The procedure of Example 1 was repeat- 
ed except that each of the two secondary layers con- 
tained 1100 ppm of glass beads and 1200 ppm of sil- 
ica particles. The film was subjected to the test meth- 
ods described above and exhibited an acceptable sta- 
tic coefficient of friction value but an unacceptable 
haze value of greater than 1.5%. 

The above results illustrate the improved proper- 
ties of polymeric films according to the present inven- 
tion. 

Claims 

1. A polymeric film comprising a primary layer sub- 
strate of polymeric material having on at least one 
surface thereof a secondary layer of polymeric 
material comprising, based upon the weight of the 
polymer in the secondary Igyer, (a) 50 to 1000 
ppm of glass partides having a volume distribut- 
ed median particle diameter of 1 .0 to 7.0 vun, and 
(b) 200 to 2000 ppm of silica partides having an 
average primary partide size of 0.01 to 0.09 ^im. 

2. A film according to daim 1 wherein the secondary 
layer comprises 100 to 800 ppm of glass partic- 
les, based upon the weight of the polymeric ma- 
terial of the secondary layer. 

3. A film according to either one of claims 1 and 2 
wherein tha secondary layer comprises 800 to 
1600 ppm of silica partides. based upon the 
weight of the polymeric material of the secondary 
layer. 

4. A film according to any one of the preceding 
daima wherein the glass particles have a volume 
distributed median partide diameter of 2.0 to 4.5 

5. A film according to any one of the preceding 
daima wherein the sflica particles have an aver- 
age primary partide size of 0.02 to 0.08 ^m. 

6. A film according to any one of the preceding 
daims wherein the silica partides are present in 
the secondary layer in the form of aggiomei^tes 
having an average partid size of 0.2 to 0.4 ^m, 

7. A film according to any one of the preceding 
daima wherein the secondary layer constitutes 
from 1 to 25% (rf the total film thickness. 



8. A film according to any one of the preceding 
claims wherein the wide angle haze of a film of 75 
urn thickness is less than 1.5%. 

5 9. A film according to any one of the preceding 
claims wherein the polymeric film comprises both 
a primary layer substrate and at least one sec- 
ondary layer of biaxially oriented polyethylene 
terephthalate. 

10 

10. A method of producing a polymeric film compris- 
ing fomning a primary layer substrate of polymeric 
material having on at least one surface thereof a 
secondary layer of polymeric material compris- 

is ing, based upon the weight of tho polymer in the 

secondary layer, (a) 50 to 1000 ppm of glass par- 
tides having a volume distributed median particle 
diameter of 1.0 to 7.0 ^m, and (b) 200 to 2000 
ppm of silica partides having an average primary 

20 partide size of 0.01 to 0.09 [nn. 
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